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Disclosure to Promote the Right To Information 

Whereas the Parliament of India has set out to provide a practical regime of right to 
information for citizens to secure access to information under the control of public authorities, 
in order to promote transparency and accountability in the working of every public authority, 
and whereas the attached publication of the Bureau of Indian Standards is of particular interest 
to the public, particularly disadvantaged communities and those engaged in the pursuit of 
education and knowledge, the attached public safety standard is made available to promote the 
timely dissemination of this information in an accurate manner to the public. 




Mazdoor Kisan Shakti Sangathan 
"The Right to Information, The Right to Live'' 
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'Step Out From the Old to the New" 



Earth, Metal And 



i&^^f f /lA^sh^^JS^ rsJ^a^TTTF^ 



:<>5&i| mT'5K^5?::5:^>^i»l 



K^^^iXSVCd^ 



Satyanarayan Gangaram Pitroda 
Invent a New India Using Knowledge 



Bhartrhari — Nitisatakam 
''Knowledge is such a treasure which cannot be stolen" 
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Indian Standard 
SPECIFICATION FOR RUBBER MALLETS 



( Reaffirmed 1998) 



1. Scope — Covers the dimensions and other requirements of rubber mallets. 

2. Types 

a) Type A — Symmetrical rubber mallets, and 

b) Type B — Unsymmetrlcal rubber mallets. 

3. Dimensions— Dimensions for Type A and Type B rubber mallets shall be as given In Table 1. 



TABLE 1 DIMENSIONS FOR RUBtER , MALLETS 

All dimensions in mlllfmeires. 
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Nota — IVIass specified is for mallet head only and it does not include that of the handle. 



4. ly/iaterial 

4.1 Mallet ^/eatf — Shall be made from natural rubber having specific gravity 12"5, Max and meeting 
the requirements laid down in 5. 

4.2 Handle — Shall conform to the requirements of Class 5 of IS : 620-1975 'General requirements 
for wooden tool handles {third revision )', or as agreed between the manufacturer and the purchaser. 
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5. Hardness — Rubber mallets shall be of following two different hardness grades: 

a) 66 Shore A, Min; and 

b) 90 Shore A, Min. 

6. Designation ^ Rubber mallets shall be designated by. its commonly used name, type, nominal 
size, hardness and number of this standard. 

Example-- Rubber mallet, of nominal size 400, Type A, having hardness 90 Shore A, shall be 
designated as: 

Rubber Mallet40Q A 90 IS: 12522 

7. General Requirements 

7.1 The mallet heads shall be well shaped and free from cracks, roughness and other manufacturing 
defects. 

7.2 The handles should be suitably polished, lacquered or coated with varnish. 

7.2.1 Rubber mallets may also be supplied without handles subject to agreement between the 
purchaser and the supplier. 

8. Sampling 

8.1 Lot — AH rubber mallets of same type and size, manufactured from the same material under 
similar conditions of production shall be grouped together to constitute a lot. 

8.2 In order to ascertain the conformity of the lot/ the procedure for sampling inspection as given in 
IS : 2500 { Part 1 )-l973 'Sampling inspection table3:Part1 Inspection by attributes and by count 
of defects ( first revision Y shall be followed. For various characteristics, the sampling procedure as 
given in 8.2.1 and 8,2.2 shall be followed. 

8.2.1 For dimensions and general requirements, the single sampling plan with Inspection Level III 
and Acceptable Quality Level { AQL) of 4 percent as given in Tables 1 and 2 of IS : 2500 ( Part 1 )- 
1973 shall be followed. 

8.2.2 For hardness, the single sampling plan with Inspection Level lard Acceptable Quality 
Level (AQL) of 4 percent as given in Tables 1 and 2 of IS: 2500 (Parti )-1973 shall be followed. 

9. Marking — Rubber mallets shall be marked with nominal size, hardness grade, and marufacturer's 
name, initials and/or recognized trade-mark. 

9.1 Standard i\/fari(ing ^ Details available with the Bureau of Indian Standards. 



EXPLANATORY NOTE 

Selection of symmetrical shape (Type A) and unsympnetrical shape (Type B ) rubber mallets 
which are used for panel beating, and covered in this standard, depends on the basis of actual needs 
of the consumers. The choice of the type of rubber for the mallet head is left to the discretion of 
the manufacturers, but meeting the hardness requirements. 

While preparing this specification, assistance has been taken from DIN 5129-1971 'Rubber 
mallets', issued by Deutsches Institut fiir Normung ( DlN). 
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